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diameter by 150 ft. in length, on trucks ready for ship-
ment. Retorts are made by the company up to 9 ft.
fin diameter. The cylinder is made of extra heavy steel
plate to resist corrosion, and capable of withstanding
a pressure of 200 Ib. per square inch. It is fitted with
cast-steel doors at one or both ends, and each course of
the cylinder shell is made up of a single plate with the
circumferential joints lapped and double riveted hydrau-
lically with I inch diameter rivets, the seams being rare.*-
fully caulked both inside and outside.

-Perspective view stewing track* and guard  mil4
inside cylinder.
Tracks are secured to the inside of the cylinder for ttn*
timber cars to ran on, and guard rails arc fitted, m
shown in fig. 37, to prevent the from              and
being derailed when the cylinder is filled
solution.
The door and door frame are of                 and
with swing-bolts, the lower hinge having a
ment, as shown in fig. 38, which prevents the